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BASIC-ABSTRACT: The retina, the conjunctiva residues, muscle and 
other parts 

are carefully removed from the sclerotica of the pig's eye, and the 
stroma is 

sepd. and cut into small pieces. A specimen of tissue is washed with 
distd. 

water until mechanical impurities and blood are removed completely. 
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Then it is 

transferred to a flask into which is poured a 1 0% soln. of NaOH in a 
satd. 

soln. of Na2S04. After 48 hrs. at 18-20 deg. 

C. the soln. is removed and the tissue is neutralised to pH 6.0-7.0 by 
mixing 

with a 2% soln. of boric acid neutralised to pH 6.0-7.0 by mixing with a 
2% 

soln. of boric acid and repeatedly changing the soln. The tissue is then 
washed 

with distd. water until sulphate ions are completely removed from the 
washing 

soln. and then treated with a 1M soln. of CH3COOH to give a final 
concn. of 

protein in the soln v of 1%. After mixing, the compsn. is left in a 
refrigerator for 1-3 days at 4 deg. C. It is then homogenised, 
centrifuged for 

30mins. at2000 r.p.m. and left, for a day at 4 deg. C. The obtd. soln. 
is 

filtered through a glass filter using a water pump. The obtd. 1% soln. 
of 

collagen is dild. with 0.5M CH3COOH until protein concn. is 0.7-0.8% 
and 

dialysed against 0.2M phosphate or citrate buffer at 1 8-20 deg. C. to 
pH 

4.5-7.5. Dialysis is continued while reducing buffer concn. from 0.2 to 
0.002M 

in 3-4 stages and heating to 28-30 deg. C. in the final stage. The 
"obtd. 

collagen soln. is then centrifuged for 15 mins. at 1000 r.p.m., poured 
onto a 

pattern having contours corresp. to the anterior section of the eye, 
dired in a 

dust free dessicator for 48 hrs. at 10-20 deg. C, and sterilised by 
gamma 

radiation at a dose rate 0.5M rad/h . and dose 0.5 Mrad/h.. 
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USE/ADVANTAGE - In 

ophthalmology for keratotomy and keratoplast. The coating produces 
less 

inflammation when used, and has high transparenc y. Bul.25/7.7.87. 
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